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AMENDMENTS TO THE CLAIMS; 

This listing of claims will replace all prior versions, and listings, of claims in the 
application. 

Listing of Claims ; 

1 . (Original) A chemically strengthened glass substrate for an information 
recording medium, wherein a strengthened layer formed by chemical strengthening exists on 
an outer edge surface and on an inner edge surface but substantially not on a surface on 
which an information recording layer is formed. 

2. (Original) A glass substrate for an information recording medium as claimed 
in claim 1, 

wherein, on the surface on which the information recording layer is formed, the glass 
substrate comprises the following glass ingredients: 
40 to 75 % by weight of Si02; 
3 to 20 % by weight of AI2O3; 
0 to 8 % by weight, zero inclusive, of B2O3; 

a total of 5 to 15 % by weight of R2O compounds, where R = Li, Na, and K; 

Si02 + AI2O3 + B2O3 accounting for 60 to 90 % by weight; 

a total of 0 to 20 % by weight, zero inclusive, of R'O compounds, where R' = Mg, 
Ca, Sr, Ba, and Zn; and 

a total of 0 to 15 % by weight, zero inclusive, of Ti02 + Zr02 + LnxOy, where LnxOy 
represents at least one compound selected from the group consisting of lanthanoid metal 
oxides, Y2O3, Nb205, and Ta205, and 

wherein the following condition is fiilfilled: 

1.5 < AI2O3 / B2O3, or B2O3 = 0 %. 
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3. (Original) A glass substrate for an information recording medium as claimed 
in claim 1, 

wherein the glass substrate has a specific elastic modulus E / p of 30 or higher. 

4. (Original) A glass substrate for an information recording medium as claimed 
in claim 1, 

wherein the glass substrate has a Vickers hardness Hv in a range of from 450 to 650. 

5. (Original) A glass substrate for an information recording medium as claimed 
in claim 1, 

wherein the glass substrate has alkali elution A of 350 ppb or lower per 2.5-inch disk. 

6. (Original) A glass substrate for an information recording medium as claimed 
in claim 1, 

wherein the glass substrate has Si elution S of 500 ppb or lower per 2.5-inch disk. 

7. (Original) A glass substrate for an information recording medium as claimed 
in claim 1, 

wherein the glass substrate has a fracture toughness Kc of 0.80 MPa / m^^ or greater. 

8. (Original) An information recording medium comprising: 
a glass substrate as claimed in claim 1; and 

an information recording layer formed on at least one side surface of the glass 
substrate. 

9. (Original) An information recording medium as claimed in claim 8, 
wherein, on the surface of the glass substrate on which the information recording 

layer is formed, the glass substrate comprises the following glass ingredients: 
40 to 75 % by weight of Si02; 

3 to 20 % by weight of AI2O3; 

0 to 8 % by weight, zero inclusive, of B2O3; 
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a total of 5 to 15 % by weight of R2O compounds, where R = Li, Na, and K; 

Si02 + AI2O3 + B2O3 accounting for 60 to 90 % by weight; 

a total of 0 to 20 % by weight, zero inclusive, of R'O compounds, where R' = Mg, 
Ca, Sr, Ba, and Zn; and 

a total of 0 to 15 % by weight, zero inclusive, of Ti02 + ZrOa + LnxOy, where LnxOy 
represents at least one compound selected from the group consisting of lanthanoid metal 
oxides, Y2O3, Nb205, and Ta205, and 

wherein the following condition is fiilfilled: 

I. 5 < AI2O3 / B2O3, or B2O3 = 0 %. 

10. (Original) An information recording medium as claimed in claim 8, 
wherein the glass substrate has a specific elastic modulus E / p of 30 or higher. 

II. (Original) An information recording medium as claimed in claim 8, 
wherein the glass substrate has a Vickers hardness Hv in a range of from 450 to 650. 

12. (Original) An information recording medium as claimed in claim 8, 
wherein the glass substrate has alkali elution A of 350 ppb or lower per 2.5-inch disk. 

13. (Original) An information recording medium as claimed in claim 8, 
wherein the glass substrate has Si elution S of 500 ppb or lower per 2.5-inch disk. 

14. (Original) An information recording medium as claimed in claim 8, 
wherein the glass substrate has a fracture toughness Kc of 0.80 MPa / m^'^ or greater. 

15. (New) A method for strengthening a glass substrate having an inner edge 
surface, an outer edge surface, and a recording surface comprising: 

immersing the glass substrate in a chemical strengthening melt to replace ions present 
near the inner edge surface, the outer edge surface, and the recording surface of the glass 
substrate with ions having larger ion radii to form a strengthened layer; and 
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polishing the recording surface of the glass substrate to a depth greater than that of the 
strengthened layer. 

16. (New) A method for strengthening a glass substrate having an inner edge 
surface, an outer edge surface, and a recording surface comprising: 

applying a masking substance to the recording surface of the glass substrate, wherein 
the masking substance is not substantially applied to the inner edge surface and the outer 
edge surface of the glass substrate; and 

immersing the glass substrate in a chemical strengthening melt in which the inner 
edge surface and the outer edge surface are exposed to replace ions present near the inner 
edge surface and the outer edge surface with ions having larger ion radii to create a 
strengthened layer on the inner edge siirface and the outer edge surface of the glass substrate 
but substantially not on the recording surface of the glass substrate. 

17. (New) A method for producing a chemically strengthened glass substrate for a 
recording medium comprising: 

forming a glass substrate having a recording surface, an inner edge surface, and an 
outer edge surface, wherein on the recording surface, the glass substrate is comprised of the 
following glass ingredients: 

40 to 75 % by weight of Si02; 
3 to 20 % by weight of AI2O3; 
0 to 8 % by weight, zero inclusive, of B2O3; 

a total of 5 to 15 % by weight of R2O compounds, where R = Li, Na, and K; 
Si02 + AI2O3 + B2O3 accounting for 60 to 90 % by weight; 

a total of 0 to 20 % by weight, zero inclusive, of R'O compounds, where R' = Mg, 
Ca, Sr, Ba, and Zn; and 

a total of 0 to 15 % by weight, zero inclusive, of TiOi + ZrOi + LUxOy, where LUxOy 
represents at least one compound selected from the group consisting of lanthanoid metal 
oxides, Y2O3, Nb205, and Ta205, and 

wherein the following condition is fulfilled: 
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1.5 < AI2O3 / B2O3, or B2O3 = 0 %; 

immersing the glass substrate in a chemical strengthening meh to replace ions present 
near the inner edge surface, the outer edge surface, and the recording surface of the glass 
substrate with ions having larger ion radii to form a strengthened layer; and 

polishing the recording surface of the glass substrate to a depth greater than that of the 
strengthened layer. 

1 8. (New) A method for producing a chemically strengthened glass substrate for a 
recording medium comprising: 

forming a glass substrate having a recording surface, an inner edge surface, and an 
outer edge surface, wherein on the recording surface, the glass substrate is comprised of the 

following glass ingredients: 

40 to 75 % by weight of Si02; 
3 to 20 % by weight of AI2O3; 
0 to 8 % by weight, zero inclusive, of B2O3; 

a total of 5 to 15 % by weight of R2O compounds, where R = Li, Na, and K; 

Si02 + AI2O3 + B2O3 accounting for 60 to 90 % by weight; 

a total of 0 to 20 % by weight, zero inclusive, of R'O compounds, where R' = Mg, 
Ca, Sr, Ba, and Zn; and 

a total of 0 to 15 % by weight, zero inclusive, of Ti02 + Zr02 + LnxOy, where LnxOy 
represents at least one compound selected from the group consisting of lanthanoid metal 
oxides, Y2O3, Nb205, and Ta205, and 

wherein the following condition is fiilfiUed: 
1.5 < AI2O3 / B2O3, or B2O3 = 0 %; 

applying a masking substance to the recording surface of the glass substrate, wherein 
the masking substance is not substantially applied to the inner edge surface and the outer 
edge surface of the glass substrate; and 

immersing the glass substrate in a chemical strengthening melt in which the inner 
edge surface and the outer edge surface are exposed to replace ions present near the inner 
edge surface and the outer edge surface with ions having larger ion radii to create a 
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strengthened layer on the inner edge surface and the outer edge surface of the glass substrate 
but substantially not on the recording surface of the glass substrate. 



